208

JEWELRY & ENAMELING

PROCESSES

Bending

Fitting
Binding

Soldering
p. 38

Shaping

Truing

Cleaning
p. 70

Polishing
p. 71

Making
the
Bezel
p. 153

Making
the

Bearing
p. 155

Ring
Making
p. 112

Bend the strip so the two ends meet to form
the shank.

Join the ends to form a perfect fit
Bind the shank firmly.

Solder the joint.

Shape the shank on the ring mandrel.
Tap lightly with a mallet; reverse several times
on the tapered mandrel to insure a perfect
circle.

True both edges with a file and emery cloth.

Remove excess solder and scratches with a
file and scotch stone.

Buff the outside with a felt buffing wheel and
tripoli and the inside with a felt ring buff and
tripoli.

ORNAMENT

Fine silver sheet 28-gauge.

Make three round bezels to fit the stones as

shown in Figs. 56, 57.

Fine silver wire 24-gauge.

Make three wire rings to fit inside the bezels

for the bearing.

Make nine rings the outside circumference of
the bezel.

Bring the ends together to make an even joint
as shown in Fig. 77.